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IN THE CLAIMS 
Please amend the claims as follows: 
Claims 1-10 (Canceled). 

Claim 1 1 (Currently Amended): A copolycarbonate comprising repetitive units 
represented by the following Formulas (I) and (II): 




[[(]] wherein 

R 1 and R 2 each represent independently an alkyl group having 1 to 6 carbon atoms; 

X represents a single bond, an alkylene group having 1 to 8 carbon atoms, an 
alkylidene group having 2 to 8 carbon atoms, a cycloalkylene group having 5 to 1 5 carbon 
atoms, a cycloalkylidene group having 5 to 1 5 carbon atoms, -S-, -SO-, -S0 2 -, -O-, -CO- or a 
bond represented by the following Formula Formulae (III-l) or (III-2): 
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CH3 CH3 

c-<^^c (III- 1 ) 

CH3 CH3 




(III~ 2) 



R 3 and R 4 each represent independently an alkyl group having 1 to 3 carbon atoms; 
Y represents a linear or branched alkylene group having 2 to 15 carbon atoms; 
a to d each are an integer of 0 to 4; and 
n is an integer of 2 to 450[[),]] ; 

wherein a content of the repetitive unit represented by Formula (II) described above is 
1 to 30 mass %, and a viscosity number is 30 to 71 . 

Claim 12 (Currently Amended): The copolycarbonate of as d e scrib e d in claim 11, 
wherein in Formula (II), Y is at least one selected from -CH 2 -CH2-CH2-CH2-,-CH2-CH2-CH 2 - 
CH(CH 3 )- and -CH 2 -CH 2 -CH 2 -. 

Claim 13 (Currently Amended): The copolycarbonate of as d e scrib e d in claim 11, 
wherein the viscosity number is 37 to 62. 

Claim 14 (Currently Amended): The copolycarbonate of as d e scrib e d in claim 11, 
wherein a flow value (Q value) at 280°C is 30 x 10 2 mL/s or more. 
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Claim 15 (Currently Amended): A copolycarbonate composition comprising the 
copolycarbonate as d e scrib e d in of claim 1 1 and at least one other polycarbonate resin other 
polycarbonate resins . 

Claim 16 (Currently Amended): A polycarbonate base resin composition comprising 

(A) 100 mass parts of the copolycarbonate of as d e scrib e d in claim 1 1 A and 

(B) 0.01 to 1 mass part of an acryl base resin having a molecular weight of 200 to 
100,000. 

Claim 17 (Currently Amended): The polycarbonate base resin composition of as 
described in claim 1 6, further comprising a compound selected from the group consisting of 

(C) 0.01 to 1 mass part of an alicyclic epoxy compound and 

(D) 0.01 to 3 mass parts of a polysiloxane compound comprising having at least one 
functional group ; wherein the at least one functional group is selected from the group 
consisting of an alkoxy group, a vinyl groups and a phenyl group , and combinations thereof . 

Claim 1 8 (Currently Amended): A polycarbonate base resin composition comprising 

(A) 100 mass parts of the copolycarbonate composition as d e scrib e d in of claim 15 a 

and 

(B) 0.01 to 1 mass part of an acryl base resin having a molecular weight of 200 to 
100,000. 

Claim 19 (Currently Amended): The polycarbonate base resin composition as 
described in claim 18, further comprising 



5 



Application No. 10/588,905 

Reply to Office Action of February 25, 2009 



a compound selected from the group consisting of 

(C) 0.01 to 1 mass part of an alicyclic epoxy compound and 

(D) 0.01 to 3 mass parts of a polysiloxane compound comprising having at least one 
functional group ; wherein the at least one functional group is selected from the group 
consisting of an alkoxy group, a vinyl group^ and a phenyl group and combinations thereof . 

Claim 20 (Currently Amended): An optical molded article comprising the 
copolycarbonate as d e scribed in of claim 1 1 . 

Claim 21 (Currently Amended): A light guide plate comprising the copolycarbonate 
of as d e scrib e d in claim 1 1 . 

Claim 22 (Currently Amended): A lens comprising the copolycarbonate of as 
d e scrib e d in claim 1 1 . 

Claim 23 (Currently Amended): An optical molded article comprising the 
copolycarbonate composition of as d e scrib e d in claim 15. 

Claim 24 (Currently Amended): A light guide plate comprising the copolycarbonate 
composition of as d e scrib e d in claim 15. 

Claim 25 (Currently Amended): A lens comprising the copolycarbonate composition 
of as describ e d in claim 15. 
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Claim 26 (Currently Amended): An optical molded article comprising the 
copolycarbonat e polycarbonate base resin composition of as describ e d in claim 16. 

Claim 27 (Currently Amended): A light guide plate comprising the polycarbonate 
base resin composition of copolycarbonat e as d e scrib e d in claim 16. 

Claim 28 (Currently Amended): A lens comprising the polycarbonate base resin 
composition of copolycarbonato as described in claim 16. 

Claim 29 (Currently Amended): An optical molded article comprising the 
polycarbonate base resin composition of copolycarbonat e as d e scrib e d in claim 17. 

Claim 30 (Currently Amended): A light guide plate comprising the polycarbonate 
base resin composition of copolycarbonat e as describ e d in claim 17. 
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